!8                                           CAST IRON.

of this series with the remell series shows the changes due to the
dilution of carbon and silicon and the additions of pure iron. By
subtracting the results of the tests of this series from those of the
series when the varying element was added will give the influ-
ence of the element.

To prevent oxidation of the wire when put in the crucible the
bundle of wire should be dipped into a strong solution of silicate
of soda and dried. The wire, or any element, had better be
added when the contents of the crucible Is fluid, and while in the

furnace.

(Method No. 14.) This is exactly like Method No. 3, only
28 Ibs. of FLM. is melted in a .crucible.